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BASIC-ABSTRACT: Wood material is prepd. by bonding thick veneers 
to a plywood 

as a base, through a paper material. 

Thick veneers are pref . combined. A paper material is 
temporarily bonded to 

the bonding side of the combined veneers. The veneers are bonded 
to a plywood 

as a base material. The paper material is kraft paper. Thick 
veneers made of 

Japanese oak, having a thickness of 1.0-5.0 mm, and chamfered, 
are combined 

randomly, and a kraft paper is temporarily fixed to the veneers 
thorugh an 

adhesive tape. The Metsuke of the kraft paper is 5.0-80 g. The 
veneers are 

bonded to a plywood through a melanine urea adhesive impregnated 

into the paper 

material. 

ADVANTAGE - The interposed paper material prevents oozing out of 
an adhesive 
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for bonding the plywood and the thick veneers. The paper 
material, having a 

cushioning effect, prevents cracking 
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